What is claimed is : 

1. A thermoplastic resin composition comprising 5 to 
50 parts by weight of a liquid crystal polyester resin containing 
at least one selected from the following structural units (1) 
to (4) and having a flow initiation temperature of 260*0 or 
less, and 100 parts by weight of a thermoplastic resin having 
a deflection temperature under load of less than 190^: 

a structural unit (1) containing the following structural 
formulae (A L ) , (B 2 ) and (Ci), 

a structural unit ( 2 ) containing the following structural 
formulae (A L ) , (B x ) , (B 2 ) and (Ci) , 

a structural unit ( 3 ) containing the following structural 
formulae (A x ) , (Bi) , (B 2 ) and (C 2 ), and 

a structural unit ( 4 ) containing the following structural 
formulae (A x ), (B L ) , (B 2 ) , (Ci) and (C 2 ) : 




2 . The thermoplastic resin composition according to 
Claim 1 , wherein the thermoplastic resin having a deflection 
temperature under load of less than 190*0 is at least one selected 
from the group consisting of polycarbonates, polysulf ones , 
polyarylates , polyphenylenesulf ides , polyphenylene ethers, 
polybutylene terephthalates , polyethylene terephthalates and 
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polyamides . 

3. The thermoplastic resin composition according to 
Claim 1, wherein the liquid crystal polyester resin has a flow 
temperature of 200 to 250*C . 

4. The thermoplastic resin composition according to 
Claim 1, wherein the liquid crystal polyester resin has the 
structural unit (1), and the molar ratio (Ci)/(Ai) is from 0.2 
to 1.0 and the molar ratio (B 2 )/(Ci) is from 0.9 to 1.1, in the 
structural unit (1). 

5. The thermoplastic resin composition according to 
Claim 1, wherein the liquid crystal polyester resin has the 
structural unit (2) to (4), and the molar ratios: [(Ci) and/or 
<C 2 ) ]/(Ai)-0.2 to 1.0, E(Bi) + (B 2 )]/[(Ci) and/or (C 2 ) ]=0.9 to 1.1, 
(B!)/(B 2 )=0. 1 to 30, in the structural units (2) to (4). 



6. The thermoplastic resin composition according to 
Claim 1, wherein the liquid crystal polyester resin has the 
structural unit (2), and the molar ratio (Ci)/(Ai) is from 0.2 
to 1.0, the molar ratio [ ( Bi ) + ( B 2 ) ] / ( Ci ) is from 0.9 to 1.1 and 
the molar ratio (Bi)/(B 2 ) is from 0.1 to 0.9, in the structural 
unit ( 2 ) . 

7. The thermoplastic resin composition according to 
Claim 1, wherein the composition further comprises 5 to 100 
parts by weight of an inorganic filler. 

8 . A molding obtained by molding the thermoplastic resin 
composition according to Claim 1 . 
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